606                                       THEORY OF DYEING
will be found that the cotton only will have become dyed, leaving the animal fibers
white.
Dye a skein of silk in an acid bath with 1 per cent Indigo Carmine; it gives a fairly
heavy shade. Now dye a skein of wool-silk in a similar manner, and it will be found
that the wool dyes heavily, while the silk is only tinted.
Dye a skein of wool-cotton in a bath with a mixture of 1 per cent Curcurmine S and
1 per cent Purpuramine; the cotton will be dyed yellow and the wool red. Repeat
using a skein of cotton-silk, when the cotton will come out yellow and the silk red.
Dye another skein of wool-cotton with a mixture of 1 per cent Purpuramine and 1 per
cent Benzo Pure Blue, when the cotton is dyed blue and the wool red. Then dye a
skein of wool-cotton with a mixture of 1 per cent Curcurmine S, 1 per cent Purpuramine,
and 1 per cent Benzo Pure Blue; the cotton will be dyed green and the wool red,